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(54) Composite membranes 

(57) A novel composite mennbrane comprising a po- 
rous substrate of randomly orientated individual fibres 
and at least one ion conducting polymer, characterised 



in that the ion conducting polymer is embedded within 
the porous substrate, a process for its preparation and 
its use, particularly in fuel cells is disclosed. 
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The present invention relates to a novel composite 
membrane which is of use in electrochemical devices, 
particularly fuel cells, and a process for the manufacture 5 
of the novel composite membrane. 

Electrochemical cells invariably comprise at their 
fundamental level a solid or liquid ion conducting elec- 
trolyte and two electrodes, the anode and cathode, at 
which the desired electrochemical reactions take place. io 
Electrochemical cells may be found in a range of devic- 
es, for example fuel cells, batteries, sensors, etectrodi- 
alysis reactors and electrolytic reactors for a diverse 
range of applications including the electrolysis of water, 
chemical synthesis, salt splitting, water purification, ef- ?5 
fluent treatment, and metal finishing among others. 

A fuel cell is an energy conversion device that effi- 
ciently converts the stored chemical energy of its fuel 
into electrical energy by combining either hydrogen, 
stored as a gas, or methanol stored as a liquid or gas, 20 
with oxygen to generate electrical power The hydrogen 
or methanol are oxidised at the anode and oxygen is 
reduced at the cathode. Both electrodes are of the gas 
diffusion type The electrolyte has to be in contact with 
both electrodes and may be acidic or alkaline, liquid or 25 
solid, in nature. In proton exchange membrane fuel cells 
(PEMFC), the electrolyte is a solid ion conducting, or 
more specifically a proton conducting, polymer mem- 
brane, commonly based on copolymers of perfluorosul- 
phonic acid and tetrafluoroethylene, and the combined 30 
structure formed from the membrane and the two gas 
diffusion electrodes is known as the membrane elec- 
trode assembly (MEA). 

Conventionally, solid ion conducting membrane 
electrolytes useful in fuel cells and other devices are se- 35 
lected from commercially available membranes, for ex- 
ample perfluorinated membranes sold under the trade 
names Nafion® (E.I. DuPontde Nemours and Co.), Aci- 
ptex® (Asahi Chemical Industry) and Flemion® (Asahi 
Glass KK). For application in the PEMFC they are typi- 40 
cally below 200^m in thickness to ensure a high level of 
ionic conductivity. One of the problems experienced with 
these conventional proton conducting membranes used 
for PEM fuel cell construction, is the dimensional chang- 
es that occur as the level of water content (hydration) of 45 
the membrane changes. This is a particular problem 
during fabrication of the MEA as the stresses produced 
by changes in hydration during the conventionally em- 
ployed thermal bonding process, can be large enough 
to break the bond between the catalyst and the mem- 50 
brane, or the catalyst and the substrate. Furthermore, 
the dimensional changes that occur due to the changes 
in the level of hydration of the membrane lead to con- 
siderable difficulties in handling membranes during the 
fabrication of MEAs, particularly large area MEAs in ex- ss 
cess of, for example, SOOcm^. The thinner the mem- 
brane, the more difficult the handling becomes. With 
thicker types of membrane (eg >350^m) developed for 
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other applications^^as been possible to incorporate 
'macro' reinforcing materials such as woven poly- 
tetrafluoroethylene (PTFE) to minimise such dimension- 
al changes. However these thicker materials have too 
low an ionic conductivity to be of use in the PEMFC. U 
S. Patent 5,547,551 assigned to W. L. Gore & Associ- 
ates Inc. , describes the fabrication of ultra-thin compos- 
ite membranes, below 25|j.m in thickness, comprising 
proton exchange polymer material incorporated into an 
expanded porous PTFE membrane. According to Kolde 
etal,. Electrochemical Society Proceedings Vol. 95-23, 
p1 93-201 (1 995), the composite membrane has consid- 
erably improved dimensional stability compared to the 
conventional non-reinforced membranes The material 
has, however, a higher specific resistance (lower ionic 
conductivity) than an unmodified pure proton conduct- 
ing membrane such as Nafion® 117 by a factor of at 
least two. 

The higher specific resistance of the above com- 
posite membrane means that in practice it has to be 
much thinner than the equivalent pure proton conduct- 
ing membrane to maintain the same overall conductivity 
and thus cell performance. However reducing the thick- 
ness of the composite membrane reduces the advan- 
tages that a composite membrane can provide. For ex- 
ample, there is a limit to the extent to which the thickness 
ofthe membrane can be reduced since as the mem- 
brane is made thinner the durability and longevity can 
decrease, and reactant gas cross-over through the 
membrane is more liable to occur both of which lead to 
a reduction in the cell performance. Furthermore, the 
problems associated with dimensional stability and han- 
dlability for MEA fabrication can be exacerbated with 
thinner membranes, 

E.l, DuPont de Nemours and Co (WO95/16730) 
describe a process for making a reinforced substantially 
non-porous membrane with satisfactory mechanical 
strength and very low resistance to ionic conduction 
which approaches that of very thin, unreinforced per- 
fluoro ion exchange polymer membranes The compos- 
ite membrane utilises a porous hydrocarbon substrate, 
such as a polyolefin, and on which at least one side is 
coated with an ion exchange film formed from a fluori- 
nated polymer 

It is therefore an object of the present invention to 
overcome the disadvantages of conventional pure and 
composite membranes, by providing a novel composite 
ion exchange membrane with improved dimensional 
stability and handlabtlity, and in which the ionic conduc- 
tivity and reactant gas cross-over have not been com- 
promised compared to a conventional unreinforced ion 
exchange membrane of the same polymer and compa- 
rable thickness, A further object of the present invention 
is to provide a process for the manufacture of the com- 
posite membrane of the invention, in particular a proc- 
ess that is capable of producing composite membranes 
in high volumes and with high yields and at low unit cost, 
and preferably as a single continuous process, A still 
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further object is to provide a process tor preparing an 
MEA in high volumes and with high yields and at low 
unit cost. 

Accordingly, the present invention provides a com- 
posite membrane comprising a porous substrate ot ran- 5 
domly orientated individual fibres and at least one ion 
conducting polymer, characterised in that the ion con- 
ducting polymer is embedded within the porous sub- 
strate. Alternatively, there is provided a composite mem- 
brane comprising a plurality of fibres randomly com- io 
bined to form a porous substrate and at least one poly- 
meric material, characterised in that the polymeric ma- 
terial is embedded within the porous substrate. 

The porous substrate typically has at least 50%, 
suitably at least 75% of the individual pore sizes being ^5 
greater than 1 fim in at least one direction, although a 
porous substrate wherein some of the pores are less 
than 1 |j.m in all directions is within the scope of the in- 
vention. Suitably, for applications in fuel cells, the total 
thickness of the membrane is less than 200|j.m and pref- 20 
erably less than 100}jjn. 

The fibres within the substrate are normally ran- 
domly orientated in the x and y direction (in-ptane) pro- 
ducing a two dimensional isotropic structure. Addition- 
ally, random orientation in the 2 direction (through- 25 
plane) can be introduced with the inclusion of very short 
fibres, typically lengths of less than or equal to 0.2mm 
or very fine fibres, typically of diameters less than or 
equal to 1 |j.m. Fibres which are suitable for use in the 
present invention include glass, polymer, ceramic, 30 
quartz, silica, carbon or metal fibres. Fibres of carbon 
or metal would need to be electrically insulated prior to 
being formed into the membrane. Suitably, if polymeric 
fibres are used, the fibres are not polytetrafluoroethyl- 
ene (PTFE) or polyethylene fibres. Suitably the fibres 35 
are of glass, ceramic, quartz, silica, carbon or metal and 
preferably of glass, ceramic, or quartz. The fibres are 
typically of diameters in the range of 0.1 |j.m to 50|am, 
preferably of 0.2|am to 20|j.m and with lengths from 
0.05mm to 300mm, suitably 0.5mm to 150mm. Figure 1 40 
shows a micrograph of a typical substrate formed from 
glass fibres containing only one diameter of glass fibre, 
obtained using a scanning electron microscope, and 
which clearly show a substrate of randomly orientated 
individual fibres lying in the x and y directions only Fig- 45 
ure 2 shows a substrate with a range of fibre diameters 
with the finer fibres giving rise to fibres lying in the z di- 
rection. 

For REM fuel cell applications, the ion conducting 
polymer is a proton conducting polymer, examples of 5C> 
such polymers being well known to those skilled in the 
art. More than one proton conducting polymer may be 
present and/or a non-proton conducting polymer may 
also be included in the novel membrane of the present 
invention. 

The proton conducting polymers suitable for use in 
the present invention may include, but are not limited to: 




1) Polymers which have structures with a substan- 
tially fluorinated carbon chain optionally having at- 
tached to it side chains that are substantially fluor- 
inated. These polymers contain sutphonic acid 
groups or derivatives of sulphonic acid groups, car- 
boxylic acid groups or derivatives of carboxylic acid 
groups, phosphonic acid groups or derivatives of 
phosphonic acid groups, phosphoric acid groups or 
derivatives of phosphoric acid groups and/or mix- 
tures of these groups. Perfluorinated polymers in- 
clude Nation®. Flemion® and Aciplex® commer- 
cially available from E. I. DuPont de Nemours (U.S. 
Patents 3,282,875; 4,329,435; 4,330,654; 
4,358.545; 4,417,969; 4,610,762; 4,433,082 and 
5,094.995), Asahi Glass KKand Asahi Chemical In- 
dustry respectively. Other polymers include those 
covered in U.S. Patent 5,595,676 (imperial Chem- 
ical Industnes pic) and U.S. Patent 4.940,525 (Dow 
Chemical Co ) 

2) Perfluorinated or partially fluorinated polymers 
containing aromatic rings such as those described 
in WO 95/08581 , WO 95/06581 and WO 97/25369 
(Ballard Power Systems) which have been function- 
alised with SO3H, PO2H2. PO3H2. CH2PO3H2. 
COOH, OSO3H. OPO2H2, OPO3 H2. Also included 
are radiation or chemically grafted perfluorinated 
polymers, in which a perfluorinated carbon chain, 
for example, PTFE, fluorinated ethylene-propylene 
(FEP), tetrafluoroethylene-ethylene (ETFE) copol- 
ymers, tetrafluoroethylene-perfluoroalkoxy (PFA) 
copolymers, poly (vinyl fluonde) (PVF) and poly (vi- 
nylidene fluonde) (PVDF) is activated by radiation 
or chemical initiation in the presence of a monomer, 
such as styrene, which can be f unctionalised to con- 
tain an ion exchange group 

3) Fluorinated polymers such as those disclosed in 
EP 0 331 321 and EP 0345 964 (Imperial Chemical 
Industries pic) containing a polymeric chain with 
pendant saturated cyclic groups and at least one 
ion exchange group which is linked to the polymeric 
chain through the cyclic group. 

4) Aromatic polymers such as those disclosed in EP 
0 574 791 and US Patent 5,438.082 (Hoechst AG) 
for example sulphonated polyaryletherketone. Also 
aromatic polymers such as polyether sulphones 
which can be chemically grafted with a polymer with 
ion exchange functionality such as those disclosed 
in WO 94/16002 (Allied Signal Inc.) 

5) Nonfluorinated polymers include those disclosed 
in U.S Patent 5,468,574 (Dais Corporation) for ex- 
ample hydrocarbons such as styrene-(ethyleneb- 
utylene)- styrene, styrene-(ethylene-propylene)- 
styrene and acrylonitrile-butadiene-styrene co- and 
terpolymers where the styrene components are 
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functionalised with sulpho| 
phosphonic groups. 



rphosphoric and/or 



6) Nitrogen containing polymers including those 
disclosed in U.S. Patent 5,599,639 (Hoechst Cela- 5 
nese Corporation), for example, polybenzimidazole 
alkyi sulphonic acid and polybenzinaidazole alkyi or 
aryl phosphonate. 

7) Any of the above polynners which have the ion io 
exchange group replaced with a sulphonyl chloride 
(SOgCI) or sulphonyl fluoride (SOgF) group render- 
ing the polynners melt processable. The sulphonyl 
fluoride polymers may form part of the precursors 

to the ion exchange membrane or may be arrived is 
at by subsequent modification of the ion exchange 
membrane. The sulphonyl halide moieties can be 
converted to a sulphonic acid using conventional 
techniques such as, for example, hydrolysis. 

20 

Other polymeric materials which are not proton con- 
ducting polymers may be used in addition to or in place 
of a proton conducting polymer. For example, such pol- 
ymers can be used for applications requiring a bipolar 
membrane or a completely anion exchange membrane. 25 
Anion exchange polymers are generally based on qua- 
ternary ammonium groups, rather than the fixed sul- 
phonic acid groups in proton conducting polymers. 
These include, for example, the tetraalkyi ammonium 
group (-N+R3) and the quaternary ammonium centre in 30 
Tosflex(g) membranes (-N(RT)(CH2)yN+(R3)) supplied by 
Tosoh. However, it can be envisaged that all of the pro- 
ton exchange polymers descnbed above could have an- 
ion exchange equivalents. 

Other non-ion conducting polymeric materials may 35 
be used in addition to the one or more ion conducting 
or proton conducting polymers. Examples of such non- 
ion conducting polymers include PTFE, PER PVDF, Vi- 
ton(g) and hydrocarbon types such as polyethylene, poly- 
propylene and polymethylmethacralate. 40 

The polymer is suitably applied to the fibres in the 
form of a solution, the solvents of which may be either 
organic or aqueous based. Solvents of all of the above 
polymers may include or may be modified to include, 
water, methanol and/or other aliphatic alcohols, ethers, 45 
acetone, tetrahydrofuran (THF). n-methylpyrrolidone 
(NMP), dimethyl sulphoxide (DMSO) dimethyl forma- 
mide (DMF) dimethyl acetamide (DMAc) or proton ic sol- 
vents such as sulphuric acid or phosphoric acid and/or 
mixtures of the above. However, it has been found that so 
an essentially aqueous solution of the polymer as de- 
scribed in EP 0 731 520 is preferred. 

A first advantage of the present invention is that a 
free-standing, dimensionally stable composite mem- 
brane is produced resulting in greater handlability The S5 
membrane of the invention is therefore also more ame- 
nable to high volume continuous production processes, 
as described hereinafter, due to the high dimensional 



stability of the und^^pPfg porous substrate The high di 
mensional stability of the membrane enables thinner 
membranes to be produced which are more amenable 
to higher volume MEA manufacturing than state of the 
art thin membranes, which due to the exacerbated di- 
mensional changes with increased levels of water con- 
tent, are difficult to handle during MEA fabrication 

A further advantage of the composite membrane of 
the present invention is that a composite membrane 
having both an intrinsic ionic conductivity and reactant 
gas cross-over essentially similar to the intrinsic con- 
ductivity and reactant gas cross-over shown by a non- 
reinforced ion conducting membrane of the same poly- 
mer, and of comparable thickness, is obtained This 
demonstrates an advantage over composite mem- 
branes described in the literature where the thickness 
of the membrane has to be substantially reduced in or- 
der to obtain a reasonable conductivity 

A further advantage of the present invention is the 
greater flexibility to tailor the characteristics of the mem- 
brane required for specific applications and/or condi- 
tions, It may be beneficial to coat the fibres with one or 
more different materials prior to forming the porous sub- 
strate to obtain additional characteristics required for 
specific applications. Fibres may be coated with ion ex- 
change polymeric materials with different charactens- 
tics such as ion exchange capacity or equivalent weight 
(EW) and molecular weight in order to modify the water 
transport properties of the final membrane. The fibres 
may also be coated with other non ion-conducting pol- 
ymers to change their surface characteristics, such as 
PTFE, FEP, PVDF, Viton® and hydrocarbon types such 
as polyethylene, polypropylene and polymethylmethac- 
ralate to make hydrophobic areas within the substrate, 
or amorphous silica to produce a more hydrophiltc sur- 
face. Additionally, the fibres may be catalysed with, for 
example platinum, to combine any reactant hydrogen 
and oxygen which can diffuse through the membrane 
(known as gas diffusion cross over), particularly the thin- 
ner membranes, and in which the product water so 
formed acts to enhance the humidification characteris- 
tics of the membrane. 

It may also be beneficial to incorporate particulate 
materials within the membrane to increase either the 
sites available for proton migration and/or to increase 
the sites available for holding water within the substrate. 
Materials such as acidic alumina, silica, titanium diox- 
ides, zirconium oxides, zirconium silicates, tungsten ox- 
ides, tin oxides and zeolites with a mean particle size of 
O.OOI^mn to 10 ^im, preferably O.OI^m to 5 ^im are ex- 
amples of suitable particulates which may be used. The 
particulate material may first be coated, for example, 
with an ion conducting polymer, a non-conducting hy- 
drophobic or hydrophilic polymer, or a catalyst. 

In one embodiment of the present invention more 
that one type of fibre of differing characteristics are used 
and mixed together to form a homogenously mixed po- 
rous substrate. 
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In a further embodiment, a laminated membrane 
comprising more than one polymer containing layer is 
provided, at least one layer of which is a composite 
membrane of the invention. Where a laminated mem- 
brane is formed which comprises more than one com- 
posite membrane layer of the invention, each layer may 
comprise either the same or different types of fibres and 
porous substrates and also the same or different types 
of polymeric material embedded within the porous sub- 
strate of each composite membrane layer. Using such 
a laminated structure, it is possible, for example, to tailor 
the properties of the laminate membrane opposed to the 
anode and cathode sides in the ME A of a proton ex- 
change membrane fuel cell, for example, to improve wa- 
ter management in the fuel cell, orto be able to use lower 
cost proton conducting polymers to form a substantial 
part of the laminate membrane. 

Composite membranes of the present invention are 
suitable for low cost manufacture. The membranes may 
be manufactured by one of two general methods. 

The membranes may be manufactured by taking a 
pre-formed porous substrate of randomly orientated in- 
dividual fibres and thereafter applying the polymeric ma- 
terial. This can be done by any number of coating proc- 
esses such as printing, rolling, K-bar, doctor blade meth- 
ods, spraying or thin-film casting. 

A preferred method for the manufacture of the com- 
posite membrane of the present invention comprises 
forming a porous substrate of randomly orientated indi- 
vidual fibres by adapting a continuous manufacturing 
process and thereafter impregnating the substrate with 
polymeric material. The continuous manufacturing proc- 
ess may be based on paper-making technology, calen- 
dering or extrusion. For example, in a process based on 
paper-making technology the fibres are dispersed in wa- 
ter to form a dilute slurry and thereafter forming a con- 
tinuous structure by the controlled deposition of said 
slurry onto a moving mesh bed, dewatering the solids 
and drying compaction of the fibres, followed by nip roll- 
er coating/filling of the substrate with a solution of the 
polymeric material and further compaction/drying of the 
membrane under a suitable time/pressure/temperature 
regime. Alternatively a mixture of the fibres and a solu- 
tion of a polymeric material may be extruded under con- 
trolled temperature/pressure to produce a sheet of the 
fibre/polymer composite membrane. In one embodi- 
ment, the fibres may be pre-coated with one or more 
materials. In a further embodiment, particulate matter 
may be added to the fibre containing slurry and/or to the 
polymeric material. The particulate matter may first be 
coated with, for example, ion conducting polymer, non- 
conducting hydrophobic or hydrophilic polymer, or cat- 
alyst etc The membrane is then formed by one of the 
continuous manufacturing processes described above. 

A major advantage of using a continuous manufac- 
turing method such as conventional paper making tech- 
niques is that the composite membrane is easily manu- 
factured in a fewer number of steps than prior art com- 



posite membranes, thus making it more cost effective 
and commercially viable. The membrane may also be 
produced in continuous lengths of many metres, and 
widths of equal to or greater than one metre, and in a 

5 very cost effective manner. 

The present invention also relates to a membrane 
electrode assembly and a method for the manufacture 
thereof wherein the composite membrane is according 
to the present invention, A still further aspect of the 

10 present invention relates to a fuel cell and a method for 
the manufacture thereof comprising a composite mem- 
brane of the present invention 

A further advantage is that it is possible to combine 
a membrane of the present invention with one or more 

15 electrode layers as described in commonly owned Eu- 
ropean patent application EP 0 791 974 to form a mem- 
brane electrode assembly at the same rate as each in- 
dividual component could be produced 

The present invention is not limited to the use of the 

20 composite membrane in a fuel cell and any electro- 
chemical device which comprises a composite mem- 
brane of the invention is within the scope. 

The present invention will now be described by way 
of example only which is not intended to be limiting 

25 thereof. 

Example 1 - (Composite Membrane 1) 

A pre-formed non-woven glass fibre substrate of 
30 density 0.2g/cm3 (provided by Technical Fibre Products, 
Kendal, Cumbria, UK as lOg/m^ glass tissue Optimat 
201), was placed on a sheet of sintered PTFE, and a 
solution of perfluorosulphonic acid in the aqueous form 
as described in EP 0 731 520 was applied to the glass 
35 fibre tissue. A pre-formed non-woven glass microfibre 
substrate of density 0.25g/cm3, (provided as a ISg/m^ 
glass mat supplied as "Supercool M" from Technical Fi- 
bre Products, Kendal, Cumbria. UK), was applied to the 
glass tissue/aqueous Nation® layer and a further layer 
40 of the Optimat 201 glass tissue laid on top The sub- 
strate was filled with the aqueous Nation® to achieve a 
total solid Nafion® loading of 13.0mg/cm2, and dried in 
air at ambient room temperature, to produce a robust 
and handleable composite membrane with a thickness 
45 ofieOfam. 

The composite membrane 1 was formed into a MEA 
using a carbon supported platinum/ruthenium catalyst 
containing electrode (0.25mg Pt/cm^) as the anode, and 
a carbon supported platinum catalyst containing elec- 
50 trode (0.60mg Pt/cm^) as the cathode. An evaluation of 
the MEA comprising composite membrane 1 was per- 
formed in a complete single fuel cell. The polarisation 
plot of voltage as a function of current density for the 
MEA was determined at a cell temperature of e0°C with 
55 Hg/air as reactants, each at a pressure of 30 psig 
(pounds per square inch gauge), and reactant stoichi- 
ometries of 1 .5 for H2 and 2.0 for air. 

The resultant cell performance of 0.685 V at 323 
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mA/cm2 and 0 544 V at 538 rfl^i^ ,5 comparable to 
the performance achieved with prior art MEAs fabricat- 
ed from unreinforced Nation® 117 membrane of a sim- 
ilar thickness to composite membrane 1 . 

5 

Example 2 - (Composite Membrane 2) 

A mixture of chopped glass fibres (Type A20 BC, 
from Schuller International Group Inc., PO Box 51 oe! 
Denver, Co 80217), of a fibre length of 12mm (0.267g), 10 
and glass microfibre (Evanite 608 from Evanite Fibre 
Corporation, Covallis, Oregon, USA) (0.533g) were dis- 
persed with mixing in demineralised water (500 cm^). A 
non-woven substrate of the invention was fabricated 
from the resulting mixture in a single step process based is 
on the principles of paper-making technology, as a sheet 
size of 214 cm2 m a standard SCA sheet former (AB 
Lorentzen & Wettre, Box 4. S-163 93 Stockholm, Swe- 
den) The sheet was air dried at 100*'C. A micrograph 
of the sheet obtained is illustrated in Figure 2. 20 

The non-woven glass fibre substrate was placed on 
a sheet of sintered PTFE and a solution of perfluorosul- 
phonic acid in the aqueous form as described in EP 0 
731 520 was applied to the glass fibre matnx. The struc- 
ture was filled with the aqueous solution of Nafion® to 25 
achieve a total solid Nafion® loading of 11.2mg/cm2, 
and a membrane thickness of 70|im. 

Composite membrane 2 was formed into a mem- 
brane electrode assembly (MEA) as described in Exam- 
ple 1 and evaluated in the fuel cell at a cell temperature 3o 
of 80 ''C with H2/O2 as reactants, each at a pressure of 
30 psig, and reactant stoichiometnes of 1 .5 for H2 and 
1 0.0 for O2 The cell potential versus current density plot 
is shown in Figure 3. This demonstrates that good cell 
performances were obtained from the MEA comprising 35 
the composite membrane of the invention. 
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applied to the glas^re substrate The substrate was 
filled with the aqueous Nafion® to achieve a total solid 
Nafion® loading of 18.04mg/cm2, when fully dry After 
applying pressure at a temperature in excess of 1 50°C. 
the final membrane thickness was 59 ^im. 

Composite membrane 3 was formed into a MEA 
and evaluated in the fuel cell at a cell temperature of 80 
°C with H2/air as reactants, each at a pressure of 30 
psig. and reactant stoichtometries of 1.5 for and 2.0 
for air The cell potential versus current density plot is 
shown in Figure 4 and the performance is comparable 
with prior art MEAs employing non reinforced mem- 
branes of similar thickness, such as Nafion® 112, 

Example 4 - (Composite Membrane 4) 



Example 3 - (Composite Membrane 3) 

A mixture of chopped glass fibres (Type A20 BC, 40 
from Schuller International Group Inc., PO Box 5108 
Denver, Co 8021 7), of a fibre length of 1 2mm (0.7g) and 
glass microfibre (Evanite 608 from Evanite Fibre Corpo- 
ration, Covallis. Oregon, USA) (1.4g) were dispersed 
with mixing in demineralised water (500 cm^). A non- 45 
woven substrate ofthe invention was fabricated from the 
resulting mixture in a single step process based on the 
principles of paper-making technology as a sheet size 
of 330mm diameter (855.3cm2) m a custom built sheet 
former (similar in general operation to the sheetmaker so 
used in Example 2). The sheet was air dried at 105°C 
The substrate was sprayed with a 5% solution of 
Nafion®, 1100 EW in lower aliphatic alcohols (Solutions 
Technologies Inc., Mendenhall, PA 19357, USA) to give 
a dry Nafion® loading of 0.42mg/cm2. 55 

The pre-coated substrate was placed on a sheet of 
sintered PTFE and a solution of perfluorosulphonic acid 
in the aqueous form as descnbed in EP 0 731 520 was 



A mixture of chopped glass fibres (Type A20 BC 
from Schuller International Group Inc . PO Box 5108, 
Denver Co 80217), of a fibre length of 12mm (0 18g) 
and glass microfibre (Evanite 608 from Evanite Fibre 
Corporation, Covallis, Oregon, USA) (0 37g) were dis- 
persed with mixing in demineralised water (500 cm^). A 
non-woven substrate of the invention was fabricated 
from the resulting mixture in a single step process based 
on the principles of paper-making technology as a sheet 
size of 330mm diameter (855.3cm2) in a custom built 
sheet former (similar in general operation to the sheet- 
maker used in Example 2). The substrate was air dried 
at 105°C. This gave a substrate thickness of about 25 
}im. A micrograph of the substrate obtained is given in 
Figure 5. 

The non-woven substrate was sprayed with a 5% 
solution of Nafion®, 1 1 00 EW in lower aliphatic alcohols 
(Solutions Technologies Inc., Mendenhall, PA 19357, 
USA) to give a dry Nafion® loading of 0,24mg/cm2. 

The pre-coated, glass fibre substrate was placed on 
a sheet of sintered PTFE and a solution of perfluorosul- 
phonic acid in the aqueous form as descnbed in EP 0 
731 520 was applied to the glass fibre substrate The 
substrate was filled with the aqueous Nafion® to 
achieve a total solid Nafion® loading of 4.7mg/cm2^ 
when fully dry This produced a robust and handleable 
composite membrane of 25 ^m thickness 

Three sheets of the glass fibre composite mem- 
brane were prepared as described above and laminated 
together at a temperature above ISO'^C to form a com- 
plete membrane of 60^m thickness. 

The laminated composite membrane 4 was formed 
into a MEA and evaluated in the fuel cell at a cell tem- 
perature of 80 °C with Hs/air as reactants, each at a 
pressure of 30 psig, and reactant stoichiometnes of 1 .5 
for H2 and 2.0 for air. The cell potential versus current 
density plot is shown in Figure 6 and the performance 
is comparable with prior art MEAs employing non rein- 
forced membranes of similar thickness, such as 
Nafion® 112 
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excellent stability in the PEMFC environment 



„ 0 

Example 5 - (Composite Membrane 5) 

A quartz nnicrofibre was obtained by placing quartz 
nnicrofibre filters. (Type QM-A available from Whatman 
International Ltd, Maidstone, UK) in hot water and dis- 
persingthem ustnga high speed mechanical paddlestir- 
rer. The fibres were then filtered and dried. 

The quartz microfibre (0.61 g) was dispersed with 
mixing in demineralised water (500 cm^). A substrate of 
the invention was fabricated from the resulting mixture 
in a single step process based on the principles of pa- 
per-making technology, as a sheet size of 330mm diam- 
eter (855. Scm^) in a custom built sheet former (similar 
in general operation to the sheetmaker used in Example 
2). The substrate was air dried at 105*C. This gave a 
substrate thickness of about 45 |am. 

The non-woven substrate was sprayed with a 5% 
solution of Nation®, 1 1 00 EW in lower aliphatic alcohols 
(Solutions Technologies Inc., Mendenhall, PA 19357, 
USA) to give a dry Nafion® loading of 0.33mg/cm2. 

The pre-coated, non-woven quartz fibre substrate 
was placed on a sheet of sintered PTFE and a solution 
of perfluorosulphonic acid in the aqueous form as de- 
scribed in EP 0 731 520 was applied to the quartz fibre 
substrate. The substrate was filled with the aqueous 
Nafion® to achieve a total solid Nafion® loading of 4.8 
mg/cm^, when fully dry. 

Three sheets of the quartz fibre based composite 
membrane, were prepared as described above, and 
laminated together at a temperature in excess of 150**C, 
to form a complete membrane of 80 nm thickness. 

The laminated composite membrane 5 was formed 
into a MEA and evaluated in the fuel cell at a cell tem- 
perature of 80 °C with H2/air as reactants, each at a 
pressure of 30 psig, and reactant stoichiometries of 1 .5 
for Hg and 2.0 for air The cell potential versus current 
density plot is shown in Figure 7 and the performance 
is comparable with prior art MEAs employing non rein- 
forced membranes of similar thickness, such as 
Nafion® 1135 

Example 6 

The single eel! comprising the MEA formed from 
composite membrane 5, as described in Example 5, 
was evaluated for performance stability, by maintaining 
the current density at 538 mA/cm^ and following, with 
time, the cell potential and the in-situ membrane resist- 
ance, usingthe current-interrupt technique as described 
by. for example, F.N. Buchi et al, J. Electrochem. Soc., 
142, 1895, (1995), Figure 8 shows that after 500 hours 
of continuous fuel cell operation the MEA demonstrates 
a stable cell potential. Further, Figure 8 also shows 
measurement of the membrane resistance with time 
and this demonstrates that the membrane resistance 
was essentially unchanged from 0. 11 3 Qcm^ at the be- 
ginning of the test to 0. 1 1 2 Qcm^ after 500 hours oper- 
ation. The composite membrane of the invention shows 



Example 7 

5 The specific resistance of a membrane is given by 

the ratio of the area membrane resistance (Qcm^) to the 
membrane thickness (cm) and is used to compare the 
intrinsic resistance of membranes of different thickness 
The specific resistance of the composite membrane of 

10 this invention and of the state of the art pure unrein- 
forced Nafion® membranes was measured in MEAs 
prepared as detailed in Example 1 by using the current- 
interrupt technique to measure the in-situ membrane re- 
sistance in the fuel cell and by dividing by the membrane 

IS thickness in the MEAs as measured from electron probe 
microanalysis (EPMA) micrographs. Figure 9 shows the 
plot of specific resistance versus the current density pro- 
duced by the MEA. This shows that the composite mem- 
branes of this invention have a comparable specific re- 

20 sistance to the pure Nafion® family of membranes 

Example 8 

It IS also important that membranes for the PEMFC 

25 do not show excessive rates of gas cross-over of H2 
from anode to cathode and of O2 from cathode to anode 
Due to the higher rate of H2 diffusion it is generally more 
problematical than O2 diffusion through the membrane 
The rate of Hg gas cross-over through the membrane in 

30 the MEAs described in Example 7 was measured in the 
fuel celt while it was not generating electrical energy ie 
under open circuit conditions. Rather than air or O2. inert 
N2 gas (deoxygenated) was passed into the cathode of 
the fuel cell and H2 into the anode of the fuel cell After 

3S allowing sufficient time to remove all traces of O2 from 
the cathode the current due to the oxidation of the hy- 
drogen passing through the membrane to the cathode, 
which was rate-determining, was measured using a po- 
tentiostat/galvanostat and converted into the rate of H2 

40 gas cross-over Figure 10 shows the resultant plot of H2 
gas cross-over versus membrane thickness for the 
MEAs This shows that the composite membranes of 
this invention show comparable rates of gas cross-over 
to the pure Nafion® membranes. The rate of gas cross- 

^5 over through the composite membrane of this invention 
amounts to less than 0.01% of the being fed to the 
anode. The composite membrane of this invention is 
gas tight. 

so 

Claims 

1. A composite membrane comprising a porous sub- 
strate of randomly orientated individual fibres and 
ss at least one ion conducting polymer, characterised 
in that the ion conducting polymer is embedded 
within the porous substrate 
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2. A composite membrane cc^^ping a plurality of fi- 
bres randomly combined to form a porous substrate 

^ j and at least one polymeric material, characterised 
in that the polymeric material is embedded within 
the porous substrate. 

3. A composite membrane according to claim 1 or 2 
wherein at least 50% of the individual pore sizes 
within the porous substrate are greater than 1 ^im 
in at least one direction. 

4. A composite membrane according to claim 3 where- 
in at least 75% of the individual pore sizes within 
the porous substrate are greater than 1 yim in at 
least one direction. 

5. A composite membrane according to any one of 
claims 1, 2, 3or4 wherein the thickness of the mem- 
brane IS less than 200|im. 

6. A composite membrane according to claim 5 where- 
in the thickness of the membrane is less than 
I00|am. 

7. A composite membrane according to any preceding 25 
claim wherein the fibres are selected from one or 
more of glass, polymer, ceramic, quartz, silica, car- 
bon or metal 

8. A composite membrane according to claim 7 where- 30 
in the fibres are selected from one or more of glass, 
ceramic or quartz 

9. A composite membrane according to any preceding 
claim wherein the fibres are typically of diameters 35 
in the range of 0.1 ^m to 50|im. 

/) 

1 0. A composite membrane according to any preceding 
claim wherein the fibres are typically of lengths from 
0.05mm to 300mm 



ft 



14 



15. A composite flfiffibrane according to claim 14 
wherein the fibres are coated with an ion conducting 
polymer 



16. 



17. 



A composite membrane according to claim 14 
wherein the fibres are coated with non ion -conduct- 
ing polymer 



A composite membrane according to claim 
wherein the fibres are coated with catalyst. 



14 



20 



40 



1 8. A composite membrane according to any preceding 
claim in which particulate material is incorporated 
therein, 

19. A composite membrane according to claim 18 
wherein the particulate material has a mean particle 
size of 0 OOl^m to 10|am. 

20. A composite membrane according to claim 1 8 or 1 9 
in which the particulate material is coated with one 
or more of ion conducting polymer, non ion-con- 
ducting polymer or catalyst prior to incorporation in- 
to the membrane 

21 . A composite membrane according to any preceding 
claim wherein more than one type of fibre of differ- 
ing characteristics are combined to form the porous 
substrate. 

22. A laminated composite membrane comprising two 
or more polymer containing layers, wherein at least 
one of the layers is a composite membrane accord- 
ing to any preceding claim. 

23. A method for the manufacture of a composite mem- 
brane according to any of claim 1 to 21 comprising 
taking a pre-formed substrate of randomly orientat- 
ed individual fibres and thereafter applying the pol- 
ymeric material. 



11 . A composite membrane according to any preceding 
claim wherein the ion conducting polymer is applied 
in the form of a solution, the solvents of which may 
be either organic or aqueous based. 

12. A composite membrane according to any preceding 
claim wherein the ion conducting polymer is a pro- 
ton conducting polymer. 

13. A composite membrane according to claim 12 
wherein the proton conducting polymer is applied in 
the form of an aqueous solution. 



14. A composite membrane according to any preceding S5 
claim wherein the fibres are coated with one or more 
different materials prior to forming the porous sub- 
strate of randomly ohentated individual fibres. 



45 



so 



24. A method for the manufacture of a composite mem- 
brane according to any of claims 1 to 21 which com- 
prises forming a porous substrate of randomly ori- 
entated individual fibres by adapting a continuous 
manufactunng process and thereafter impregnating 
the porous substrate with polymeric material. 

25. A membrane electrode assembly comprising a 
composite membrane according to any one of 
claims 1 to 21. 

26. A fuel cell comprising a composite membrane ac- 
cording to any one of claims 1 to 21 . 
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